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Amendments to Claims 

1. (Currently amended) A composition comprising w yl o H- Sr - nylon 66, or a mixtur e 
th e r e of one or more polyamides, with about 1%-50% by volume of a min e ra l- fi lle r 
calcium carbonate or titanium dioxide having an aspect ratio of less than about 5, the 
fitter calcium carbonate or titanium dioxide having an average equivalent spherical 
diameter In the range of about 0.1 to less than about 3.5 micrometers, and a - saturat e d 
erga n i s- a eid saturated fatty acids, a salt thereof, or a mixture thereof, at a concentration 
of at least 0.5% by weight of the minera l fi lle r calcium carbonate or titanium dioxide . 

2. (Currently amended)The composition according to Claim 1 wherein the 
composition comprises about 5-30% by volume of the m i neral fi l ler calcium carbonate or 
titanium dioxide . 

3. (Currently amended)The composition according to Claim 1 wherein the 
composition comprises about 10-20% by volume of the min e ra l fil le r calcium carbonate 
or titanium dioxide . 

4. (Original)The composition of according to Claim 1 wherein the average 
equivalent spherical diameter is about 0.5 to about 2 micrometers. 

5. (Currently amended)The composition according to Claim 1 wherein the 
concentration of saturated organic fatty acids, salt thereof, or mixture thereof is in the 
range of about 0.5-4%. 

6. (Canceled) 

7. (Currently amended)The composition according to Claim § 1 wherein the 
saturated ^tty acid is stearic acid. 

8. (Currently amended) The composition according to Claim 4 wherein the 
saturated org a n te fatty acid is stearic acid at a concentration of about 2% by weight on 
the weight of the filler. 

9. (Canceled) 

10. (Previously presented) A shaped article comprising the composition according 
to Claim 1. 
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1 1 . (Currently amended) A process for forming a composition comprising the steps of: 

(a) combining ny l on 6, ny le n - 6§ 7 or a m i xture thereof one or more 
polyamides with a minora l fil l er calcium carbonate or titanium dioxide 
having an aspect ratio of less than 5, the finer calcium carbonate or 
titanium dioxide having an average equivalent spherical diameter in 
the range of about 0.1 to less than 3.5 micrometers, and a saturated 
org a n te fatty acid, salt thereof, or mixture thereof, at a concentration 
of at least about 0.5% by weight of the mineral filler, the filler and the 
nylon being combined at a weight ratio given by the formula; 

Wf/Wp = [VF/(1-VF)3 « Df/Dp 

where Wf is the weight of the filler, Wp is the weight of the the ny l on 
one or more polyamides . VF is the desired volume fraction of filler, in 
the range of about 0.01-0.5, Df is the density of the filler, and Dp is 
the density of the nylon one or more polyamides: 

(b) heating the combination to a temperature above the melting point of 
the ftviee one or more polyamides to form a molten composition; 

(c) mixing the molten composition to provide a homogenous melt; and, 

(d) cooling the molten composition. 

12. (Original) The process of Claim 11 wherein VF is in the range of about 0.10-0.20. 

13. (Original) The process of Claim 11 wherein the average equivalent spherical 
diameter is about 0.5-2 micrometers. 

14. (Canceled) 

15. (Currently amended) The process of Claim 43 H wherein the saturated ergan i e 
fatty acid is stearic acid at a concentration of about 2% by weight on the weight of the 
filter calcium carbonate or titanium dioxide . 

16. (Canceled) 

1 7. (Canceled) 



PAGE 811 1 ‘ RCVO AT 12/11/2007 2:49:41 PM [Eastern Standard Timel ‘ SVR:USPT0-EFXRF-5/11 * DNIS:2738300* CSID:302 992 3257 • DURATION (mm-ss):02-44 





